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© ELECTRODE FOR SECONDARY BATTERY. 

© An electrode for secondary batteries, in which an alkali metal of an active material is carried by a carrier, 
whose principal component is the carbonaceous material of the multilayer structure comprising a surface layer 
and the nucleous enveloped therein and satisfies the following conditions: (1) a true dens fty o is not less than , 
1^80 g/cm 3 ; (2) in Raman spectroscopic analysis using the argon ion laser beanr^of 5145 A in its wavelength, 
peaks P A ^and P B exist within th rang s of 1580-1620 cm -1 and 1350-1370 cm" 1 respectively, and the ratio R 
= \& l A of the intensity Is of Pa to the intensity U of P A is not less than 0.4. 
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(Technical field) 

» » * « 

This invention relates to an electrode for secondary battery having high capacity and excellent charging 
and discharging characteristics. Further, it relates to a negative electrode for secondary battery of which an 
s active substance is an alkali metal, preferably a lithium metal. 

(Background art) 

As an electrode for a lithium secondary battery, it has been proposed to use a conductive polymer such 
to as polyacetylene, etc. However, a conductive polymer is insufficient in the doping amount of U ions, i.e. 
electrode capacity and stable charging and discharging characteristics. 

Also, an attempt has been made to use metallic lithium as a negative electrode of a lithium secondary 
battery, but in this case, the charging and discharging cycle characteristics become extremely bad. 

That is, during discharging of the battery, lithium moves as lithium ions from a negative electrode body 
is into an electrolyte, while during charging, these lithium ions are again electrodeposited as metallic lithium 
onto the negative electrode body. When this charging and discharging cycle is repeated, the metallic 
lithium electrodeposited accompanied thereby becomes shaped in dendrite. Since this dendrite-shaped 
metallic lithium is a very active substance, it decomposes the electrolyte, thereby causing an inconvenience 
to occur that the charging and discharging cycle characteristics of the battery are deteriorated; Further. 
20 when this grows, this dendrite-shaped metallic lithium electrodeposited product finally reaches a positive 
electrode body penetrating through a separator, whereby the problem of causing short-circuit phenomenon 
occurs. In other words, the problem that charging and discharging cycle life is short is caused. 

In order to avoid such problems, it has been attempted to use a negative electrode in which lithium or 
an alkali metal composed mainly of lithium as an active substance is carried on a carbonaceous material 
25 prepared by sintering an organic compound. 

However, by using such a negative electrode body, the charging and discharging cycle characteristics 
of the negative electrode could be dramatically improved, but, on the other hand, electrode capacity of this 
negative electrode was not satisfactorily large. 

An object of the present invention is. under the state of the art as described above, to provide a 
30 negative electrode for secondary battery having large electrode capacity and excellent charging and 
discharging cycle characteristics. 

(Disclosure of the invention) 

35 The present inventors have studied intensively about the negative electrode in order to solve the 
problems described above, and consequently found that an electrode having an alkali metal which is an 
active substance carried on a carrier comprising a carbonaceous material described below is extremely 
effective for accomplishing the above object, to finish the present invention. That is. the electrode for 
secondary battery of the present invention is an electrode for secondary battery, comprising an alkali metal 

40 which is an active substance carried on a carrier composed mainly of a carbonaceous material satisfying 
the following (1) and (2). and having a multi-phase structure comprising a nucleus and a surface layer 
involving the nucleus, 

(1) a true density is 1.80 g/cm 3 or more, and 

(2) in the Raman spectrum analysis using an argon ion laser beam with a wavelength of 5145 A, it has a 
45 peak P A in the region of 1580 to 1620 cm"' and a peak P B in the region of 1350 to 1370 cm" 1 , and the 

ratio of intensity l 6 of P B to intensity l A of P A as mentioned above. R = Ib/'U is 0.4 or more. 
The carbonaceous material to be used in the present invention has characteristics in its true density 
and Raman spectrum irrespective of its shape such as granular, fibrous, etc. 

This carbonaceous material has a multi-phase structure comprising at least two phases of a carbona- 
so ceous material forming a surface layer and a carbonaceous material forming a nucleus involved thereby. A 
fine structure of this carbonaceous material forming a surface layer contributes to the Raman spectrum 
described above. On the other hand, the true density is giv n as an average value of the densities of the 
whole carbonaceous materials in the multi-phase structure including a surface layer and a nucleus. In 
general, as the density of the carbonaceous material is higher, the peak intensity ratio R of the Raman 
55 spectrum is smaller. The characteristics of the carbonaceous material of the present invention are high true 
^ciensrty^nd large R which are enabled for the first time by the multi-phase structure described above. 

First, the carbonaceous material to be used in the present invention has a true density of 1 .80 g/cm 3 or 
more, preferably 2.00 g/cm 3 or more, more preferably 2.05 g/cm 3 or more, further preferably 2.10 g/cm 3 or 
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more to 2.26 g/cm 3 or less, particularly preferably 2.15 g/cm 3 or more to 2.25 g/cm 3 or less, most 
preferably 2.18 g/cm 3 or more to 2.23 g/cm 3 or less, particularly most preferably 2.20 g/cm 3 or more to 2.23 
g/cm 3 or less. v 

Further, the carbonaceous materiaJ to be used in the present invention has the following spe 
s characteristics in the Raman spectrum analysis using an argon 1 ion laser be£m with a wavelength of 5145 A. 
In the following, spectra and peaks are Raman spectra under the conditions described above unless 
otherwise indicated. 

That is, it has a peak P A in the region of 1580 to 1620 cm"\ and a peak P B in the region of 1350 to 
1370 cm" 1 . P A is a peak which is observed corresponding to a crystalline structure grown and formed by 
io laminating a spread of a net surface of aromatic rings, and Pa is a peak corresponding to an irregular non- 
crystalline structure. The ratio of both peak intensities l 3 * l A (R = Ib^a) becomes a larger value as the ratio 

of the non-crystalline structure portion at a surface layer of the carbonaceous material, i.e. a carbonaceous 

, ■,.«-.■*■••••■.-" '-^ »■ ■ ' 

particle, a carbonaceous fiber, etc. is larger. K - < 

In the present invention, R is 0.4 or more, preferably 0.6 or more, more preferably 0.9 or more, 
is particularly preferably 0.90 to 1.5. most preferably 0.90 to 1.3. 

By using the carbonaceous material satisfying the conditions of true density and R as described above 
as a carrier of a negative electrode, an electrode having excellent balance of an electrode capacity size and 
charging and discharging cycle characteristics can be obtained. 

Further, the carbonaceous material to be used in the present invention has Raman spectrum as 
20 described below. 

That is, the position of Pa changes depending on the degree of completeness of a crystalline portion. 
The position of P A of the carbonaceous material to be used in the present invention is 1580 to 1620 cm' 1 
as described above, but it is preferably in the range of 1585 to 1620 cm" 1 , more preferably 1590 to 1620 
cm" 1 , further preferably 1595 to 1615 cm" 1 , particularly preferably 1600 to 1610 cm" 1 . 
25 The half-value width of the peak is narrower as the higher structure of the carbonaceous material is 
more uniform. The half-value width of P A of the carbonaceous material to be used in the present invention is 
preferably 25 cm" 1 or more, more preferably 27 cm" 1 or more, further preferably 30 to 60 cm" 1 , 
particularly preferably 35 to 55 cm" 1 , most preferably 40 to 50 cm" 1 . 

In general, P B has a peak in 1360 cm" 1 . The half-value width of P B is preferably 20 cm" 1 or more, more 
30 preferably 20 to 150 cm" 1 , further preferably 25 to 125 cm" 1 , particularly preferably 30 to 115 cm" 1 , most 
preferably 40 to 110 cm" 1 . 

In the Raman spectrum analysis, the G value defined by the following formula (1): 



I (integrated intensity of spectrum 

in the range of 1340 to 1380 cm" 1 ) 
G = (1) 

I (integrated intensity of spectrum 
in the range of 1580 to 1620 cm" 1 ) 



of the carbonaceous material to be used in the present invention is 0.2 or more, preferably 0.3 or mor , 
more preferably 0.4 to 1.8. further preferably 0.5 to 1.5, particularly preferably 0.6 to 1.3, most preferably 
0.7 to 1.1. 

45 Further, the carbonaceous material constituting the electrode material of the present invention prefer- 
ably has the above true density p (g/cm 3 ) and the G value defined by the above formula (1) satisfying the 
following formulae (2) to (4). 



2.05 £ p S 2.26 (2) 
G * 0.30 (3) 
G £ -3.33p + 7.50 (4) 
55 It is more preferred to satisfy th following formulae (2)', (3)' and (4) f . 
2.08 S p S 2.24 (2)' 
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G * 0.40 (3)' 
G S -3.33 P + 7.60 (4) ; 
s It is further preferred to satisfy the following formulae (2) f \ (3)" and (4)". 
2.10 S p S 2.22 (2)" 
G £ 0.50 (3) M 
G * -3.33p + 7.65 (4)" 

It is particularly preferred to satisfy the following formulae (2) M \ (3)"' and (4) M \ 
75 2.12* p* 2.21 (2)'" 
G * 0.60 (3) ,M 
G S -3.33p +7.70 (4)'" 

20 

It is most preferred to satisfy the following formulae (2)"". (3) M " and (4) M, \ 
2.13 S p S 2.20 (2)"" 
25 G £ 0.70 (3)"" 

G £ -3.33p + 7.71 (4)"" 

It is particularly most preferred to satisfy the following formulae (2)""\ (3)"*" and (4) 

30 

2.15 Sp* 2.19 (2) 
G * 0.80 (3) 
35 G £ -3.33p + 7.72 (4) ,,,M 

Further, the carbonaceous material to be used in the present invention preferably has at least two peaks of 
diffraction line corresponding to the multi-phase structure described above in diffraction pattern of the X-ray 
wide angle diffraction. 

40 That is, as the peak of diffraction line corresponding to the crystalline structure at the surface layer 
portion described above, the spacing do 0 2 of a (002) plane is preferably 3.45 A or more, more preferably 
3.47 A or more, further preferably 3.49 to 3.75 A, particularly preferably 3.50 to 3.70 A, most preferably 
3.56 to 3.60 A. Further, the crystallite size in the c-axis direction (Lc) is preferably less than 150 A, more 
preferably 100 A or less, further preferably 7 to 70 A, particularly preferably 10 to 40 A, most preferably 12 

45 to 30 A. 

On the other hand, as the peak of diffraction line corresponding to the structure of a nuclear portion 
involved by a surface layer of the carbonaceous material. doo2 is preferably less than 3.45 A. more 
preferably 3.36 to 3.42 A, further preferably 3.37 to 3.41 A, particularly preferably 3.37 to 3.40 A. Also. Lc is 
preferably 150 A or more, more preferably 180 A or more, further preferably 190 to 500 A, particularly 
so preferably 200 to 300 A. 

The peaks in the X-ray wide angle diffraction pattern are separated by obtaining an approximate value 
of a profile of each peak by asymmetric Pearson VII function and applying the Gauss-Jordan method as a 
method of least squares. 

The peak intensity ratio l (3 . 4 5 or motevh-tt to 3.45) of the two peaks thus separated is preferably 0.001 or 
55 more, more preferably 0.002 to 0.50, further preferably 0.003 to 0.30. particularly preferably 0.005 to 0.15. 
most preferably 0.007 to 0.10. particularly most preferably 0.010 to 0.030. 

Here. I (3 . 4 5 or more) is a peak intensity of the peak of which doo2 is 3.45 A or more, and I/3.35 to 3.45) is a 
peak intensity of the peak of which doo2 is 3.35 A or mor and less than 3.45 A. 
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Further, the ratio of diffraction intensity I (20 = 25 •) when 20 (diffraction angle) = 25.0* to I0.35 to 3 45)f | 
(20 = 25*yi ( 3. 35 , 0 3.45) is preferably 0101 or more, rriore preferably 0.002 to 0.50. further preferably 0.003 to 
0.3. particularly preferably 0.005 to 0.15. most preferably 0.007 to 0.10, particularly most preferably 0.01 to 
0.03. 

5 Also, when the carbonaceous material which constitutes a nucleus further comprises two or more ^ 
phases, it has two or more peaks in the region where doo2 is 3:35 A or more and less than 3.45 A in th X- ^ 
ray wide angle diffraction. -^r - * - ™ ~ ~~ ^ 

Further, when the carbonaceous material which constitutes a surface layer further comprises two or 
more phases, it has two peaks in the region where doo2 is 3.45 A or more in the X-ray wide angle 

10 diffraction. 

In this case. I {3 .45 or more) is a sum of peak intensities df the peaks of which dooa is 3.45 A or more and 
to 3.45) is a sum of peak intensities of the peaks of which dooY is 3.35 A or more arid less than 3.45 A, 

and the intensity ratio of the both. I# 3 .4s or rnore/l<3.35 to 3.45) is preferably in the range of the values described 

above. 

15 Moreover, when lq.45 or more, integrated intensity) <s a sum of integrated intensities of th«e peaks of which doo2 
is 3.45 A or more and I/3.35 lo 3.45. integrated intensity) is a sum of integrated intensities of the peaks of which do 0 2 

iS 3.35 A Or more and leSS than 3.45 A. the ratio Of the both, 1(3.45. integrated inten$ity/l{3.35 to 3.4S. integrated intensity) 

is preferably 0.001 to 0.8. more preferably 0.002 to 0.60. further preferably 0.003 to 0.50, particularly 

preferably 0.004 to 0.40, most preferably 0.005 to 0.30. - 
20 In the carbonaceous material constituting the electrode material of the present invention, an H/C atomic 

ratio is preferably 0.08 or less, more preferably 0.07 or less, further preferably 0.06 or less, particularly 

preferably 0.05 or less, most preferably 0.04 or less; particularly most preferably 0.03 or less. 

The carbonaceous material to be used in the present invention shows, in differential thermal analysis, 

exothermic behaviour in the wide temperature range in which at least two exothermic peaks are overlapped 
25 . depending on the multi-phase structure described above. 

It shows exothermic behaviour preferably in the temperature range of 100 *C or higher, more 

preferably in the temperature range of 1 50 • C or higher, further preferably in the temperature range of 200 

•C or higher, particularly preferably in the temperature range of 250 to 500 m C, most preferably in the 

temperature range of 280 to 400 * C. 
30 The temperature at which the exothermic peak ends is preferably 800 *C or higher, more preferably 

810 *C or higher, further preferably 820 to 980 *C. particularly preferably 830 to 970 *C. most preferably 

840 to 950 • C. 

The temperature at which the exothermic peak begins is preferably 700 *C or lower, more preferably 
680 • C or lower, further preferably 550 to 680 * C. particularly preferably 570 to 670 • C. most preferably 
35 580 to 650 • C. 

Further, the exothermic peak temperature is preferably 650 to 840 • C, more preferably 660 to 835 • C. 
further preferably 670 to 830 *C. particularly preferably 680 *C to 820 most preferably 690 to 810 *C. 

Further, the peak corresponding to the nucleus carbonaceous material is preferably 840 * C or higher, 
more preferably 860 'C or higher, further preferably 880 # C or higher, particularly preferably 900 *C or 
40 higher, most preferably 920 to 1,200 "C. 

Further, the carbonaceous material to be used in the present invention preferably shows, also in the 
differential thermal analysis, for example, at least two exothermic peaks depending on the multi-phase 
structure. That is, the peak corresponding to the carbonaceous material of a surface layer is preferably 
lower than 810 *C. more preferably 600 to 800 *C. further preferably 650 to 800 *C. particularly preferably 
45 700 to 800 *C. The peak corresponding to the carbonaceous material of a nucleus is preferably 810 'Cor 
higher, more preferably 820 *C or higher, further preferably 850 to 1,000 *C. 

In primary differential absorption spectrum of electronic spin resonance, the carbonaceous material to 
be used in the present invention preferably has two signal peaks corresponding to the multi-phase structure 
described above. 

50 The carbonaceous material to be used in the present invention has signals in which the line width 
(AHpp: Gauss) between peaks of the primary differential absorption spectrum of electronic spin resonance 
corresponding to the carbonaceous material of a nucleus is preferably less than 100 Gauss, more preferably 
less than 50 Gauss, further preferably less than 30 Gauss, particularly preferably less than 20 Gauss, most 
preferably less than 10 Gauss. 

55 Also, the line width (AHpp: Gauss) between peaks of the primary differential absorption spectrum of 
electronic spin resonance corresponding to the carbonaceous material of a surfac layer, of the carbona- 
ceous material to be used in the present invention, is pref rably 10 Gauss or mor , more preferably 20 
Gauss or more, further preferably 30 Gauss or mor . particularly pref rably 50 Gauss or more, further most 
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preferably 100 Gauss or more. 

Further, in the electrode material of the present invention, the specific surface area S (m 2 /g) and the 
true density p (g/m 3 ) preferably satisfy S S 41 I5p, more preferably S S 40 - 15 P . further preferably S S 
39 - 15p. particularly preferably S £ 36 - 15p, most preferably S 3 38 - 15p. 
5 The carbonaceous material to be used in the present invention may have any desired shape such as 
granular, fibrous, etc., but preferred is granular or fibrous form, and particularly preferred is granular form. In 
the case of granular form, the volume average particle size is preferabl y _200 um or less , more preferably 
100 um or less, further preferably 0.5 to 80 um, particularly preferably 1 to '30 um, most' preferably 2 to 20 
um. v 

to In the case of fibrous form, the diameter is preferably 1 to 25 um, more preferably 2 to 20 um. and the 
len gth js preferably 10 mm or shorter ^more preferably 5 mm or shorter. -=^^™^ 

Further, the carbonaceous material to be used in the present invention preferably has a specific surface 
area measured by using the BET method of 1 to 100 m 2 /g, more pr^feraBIy^So 50 m 2 /g, further preferably 
2 to 30 m 2 /g ( particularly preferably 2 to 10 m 2 /g, most preferably^to 8 m 2 /q.J) Q ) ~} .\ 
rs Further, this carbonaceous material preferably has fine pores internally. The total fine pore volume and 
the average fine pore radius described below are determined by measuring the amount of the gas adsorbed 
onto the sample (or the amount of the g-as released): under some equilibrium pressures by use of the 
quantitative volume method, and by measuring the : amount of. the gas adsorbed on the sample. 

The total fine pore volume is determined from the total amount of the gas adsorbed at a relative 
20 pressure P/Po = 0.995, supposing that the fine pores are filled with liquid, nitrogen. 
P: vapor pressure of adsorbed gas (mmHg) 

Po: saturated vapor pressure of adsorbed gas at cooling temperature (mmHg) 
Further, from the nitrogen gas amount adsorbed (>/«,*). the liquid nitrogen amount (V liq ) filled in the fine 
pores is calculated by using the following formula (5) to determine the total fine pore volume: 



25 



Vliq = (Patm'V ads .V m yRT (5) 



Here, P dlm and T are atmospheric pressure (kgf/cm 2 ) and absolute temperature (K). respectively, and R is 
the gas constant. V m is a molecular volume of the gas adsorbed (34.7 cm 3 /mol for nitrogen); 
30 The carbonaceous material to be used in the present invention preferably has a totai fine pore voiume 
determined as described above of 1.5 x 10" 3 ml/g or more. The total fine pore volume is more preferably 
2.0 x 10" 3 ml/g or more, further preferably 3.0 x 10* 3 to 8 x 10~ 2 ml/g, particularly preferably 4.0 x 10~ 3 to 
3 x 10~ 2 ml/g. 

The average fine pore radius ( Yp ) is determined from the V, iq determined by the formula (5) described 
35 above and the specific surface area S obtained by the BET method, by using the following formula (6). 
Here, the fine pore is supposed to be cylindrical. 

7 P = 2V liq /S (6) 

40 The average fine pore radius ( 7p ) of the carbonaceous material thus determined from adsorption of nitrogen 
gas is preferably 8 to 100 A. It is more preferably 10 to 80 A. further preferably 12 to 60 A, particularly 
preferably 14 to 40 A. 

Further, in the carbonaceous material, to be used in the present invention, the fine pore volume 
measured by a mercury porosimeter is preferably 0.05 ml/g or more, more preferably 0.10 ml/g or more. 

45 further preferably 0.15 to 2 ml/g, particularly preferably 0.20 to 1.5 ml/g. 

The carbonaceous material to be used in the present invention can be synthesized by. for example, the 
following method. That is, in the first place, an organic compound is decomposed by heating at a 
temperature of 300 to 3,000 • C under inert gas stream or under vacuum, and carbonized and graphitized to 
obtain a carbonaceous material having doo2 of less than 3.45 A in the X-ray wide angle diffraction pattern, 

so and having ajr ue density exceed in g_2 : 00g/cm 3 t , p referably 2.0 5 to 2.23 o/cm 3 . more preferably 2.10 to 2.23 * / 
g/cm 3 , particularly preferably 2.15 to 2.22 g/cm 3 . This carbonaceous material may have any desired shape C/ 0 
such as granular form, fibrous form. etc. 

As the above organic compound, there may be mentioned condensed polycyclic hydrocarbon com- 
pound comprising two or more monocyclic hydrocarbon compounds having three or more membered rings 

55 condensed to each other such as naphthalene, phenanthrene. anthracen , triphenylene. pyrene. chresene. 
naphthacene, picene, perylene. pentaphene and pentacene; or derivatives thereof such as carboxylic acids, 
carboxylic acid anhydrides and carboxylic acid imides of the above compounds; various pitches composed 
mainly of mixtures of the above respective compounds; condensed heterocyclic compounds comprising at 
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least two or more heterbmonocyclic compounds having thre or more membered rings bonded to each 
other, or bonded to one or more monocyclic hydrocarbon compounds having three or more membered 
rings such as indole, isoindole, quinoline, isoquinoline, quinoxaline. phthalazine. carbazole, acridine, 
phenazine and phenanthridine; derivatives such as carboxylic acids, carboxylic acid anhydrides and 

5 carboxylic acids imides of the above respective compounds; further aromatic monocyclic hydrocarbons 
such as benzene, toluene and xylene, or derivatives such as carboxylic acids, carboxylic acid anhydrides 
and carboxylic acid imides thereof, for example, 1 ,2,4,5- tetracarboxy lie acid, dianhydride thereof or 
derivatives such as diirnide thereof, etc. 

The above pitches are further described in detail. As an example thereof, there may be mentioned 

10 ethylene heavy end pitch formed when naphtha is decomposed, crude oil pitch, coal pitch, asphalt- 
decomposed pitch, pitch obtained by thermally decomposing polyvinyl chloride, etc. Further, there rhay be 
used mesophase pitches in which quinoline insolubles are preferably 80 % or more, more preferably 90 % 
or more, further preferably 95 % or more, obtained by further heating these various kinds of pitches under 
inert gas stream. 

is Further, there may be used organic polymers including aliphatic saturated or unsaturated hydrocarbbns 
such as propane and propylene, halogenated vinyl resins such as polyvinyl chloride, polyvinylidene 
chloride, chlorinated polyvinyl chloride, etc., acrylic resins such as poly(a-ha!ogenated acrylonitrile), etc. and 
conjugate type resins such as polyacetylene; polyphenylene vinylene. etc. 

Or else, a carbonaceous material such as carbon black, coke, etc. as a starting material may be further 
20 heated to progress appropriately carbonization to obtain the carbonaceous material (N) which becomes a 
nucleus to be used in the present invention. As the carbonaceous material forming a nucleus, there may be 
used natural graphite, artificial graphite or graphite whisker grown in gas phase. 

Next, by using the carbonaceous material (N) obtained as described above as a nucleus, an organic 
compound is thermally decomposed under inert gas stream, and carbonized to form a surface layer of a 
25 new carbonaceous material (S) on the surface of the above nucleus. 

As a method for forming the carbonaceous material (S) of a surface layer on the surface of the 
carbonaceous material (N) which becomes a nucleus, there may be selected optionally from, for example, 
(a) a method in which an organic compound is coated on the surface of the carbonaceous material (N) 
which becomes a nucleus, and then carbonized to form the carbonaceous material (S) as a surface layer, 
30 (b) a method in which a carbonaceous material (S) of a surface layer is deposited on the surface of the 
carbonaceous material (N) which becomes a nucleus by thermally decomposing a relatively monomeric 
organic compound, for example, paraffin, olefin, an aromatic compound, etc. having about 20 or less 
carbon atoms, and others. 

As the above method (a), there may be mentioned a method in which an organic compound is 

35 dissolved in an organic solvent, this solution is mixed with the carbonaceous material (N), the mixtur is 
heated to evaporate the organic solvent, whereby the organic compound is coated on the surfac of the 
carbonaceous material (N), thereafter, the coated material is heated to be carbonized, and decomposed by 
heating to form the carbonaceous material (S) of a surface layer. 

As the organic compound, there may be mentioned condensed polycyclic hydrocarbons such as 

40 naphthalene, phenanthrene, anthracene, triphenylene, pyrene, chresene, naphthacene, picene, peryl ne, 
pentaphene and pentacene. or derivatives thereof such as carboxylic acids, carboxylic acid anhydrides and 
carboxylic acid imides, heteropolycyclic compounds having three or more membered rings such as indole, 
isoindole and quinoline, derivatives thereof such as carboxylic acids, carboxylic acid anhydrides and 
carboxylic acids imides. Also, as the organic compound, the pitches described above may be used. In this 

45 case, decomposition and carbonization of the organic compound proceed on the surface of the carbona- 
ceous material which becomes a nucleus. As in the case of using a pitch, carbonization proceeds through a 
liquid phase and further through a liquid crystal state so-called mesophase to form the carbonaceous 
material (S) of a surface layer, or carbonization may be carried out in gas phase as in the case of carboxylic 
acid anhydrides of condensed polycyclic hydrocarbons. 

so Also, as the above method (a), there may be mentioned a method in which the surface of the 
carbonaceous material (N) is coated with an organic polymeric compound, and the compound is then 
thermally decomposed in solid phase to form the carbonaceous material. 

As the organic polymeric compound, there may be used cellulose; a phenol resin; an acrylic resin such 
as polyacrylonitrile, poly(o-halogenated acrylonitrile), etc.; a polyamideimide resin; a polyamide resin, etc. 

55 After the carbonaceous material (S) of a surface layer is form d on the surface of the carbonaceous 
material (N) which becomes a nucleus, the resulting product can be made powder through pulverization 
process. 
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In either of the methods described above, the specific surface area U of the carbonaceous material 
having a multi-phase structure is. preferably made 1/2 or less, more preferably 1/3 or less of the specific 
surface area U (N) of the carbonaceous material (N) of a nucleus. 

The thermal decomposition temperature for forming a surface layer is generally lower than the 
temperature for synthesizing, the carbonaceous material which becomes a nucleus, preferably 300 to 2 000 

Also, when the organic compound is coated on the surface of the carbonaceous material (N) which 
becomes a nucleus, it is preferred that the organic compound is coated until the specific surface area 
becomes 1/2 or less of the specific surface area U (N) of the carbonaceous material (N) of a nucleus, and 
then carbonized, more preferably 1/3 or less, further preferably 1/4 or less, particularly preferably 1/5 or 
less, most preferably 1/6 or less. 

Further, in synthesis of the carbonaceous material (N) which becomes a nucleus., it is possible to 
synthesize an inner nucleus, and synthesize an outer nucleus thereon to synthesize a carbonaceous 
material which becomes a multi-phase nucleus through multiple steps. Similarly, in synthesis of the 
carbonaceous material which becomes a surface layer, it is possible to synthesize an inner surface layer, 
and synthesize an outer, surface layer thereon to synthesize a carbonaceous material which becomes a 
multi-phase surface layer through multiple steps. 

As described above, the carbonaceous material to be used in the present invention having a multi- 
phase structure, an intensity ratio R of the peaks of Raman spectrum of 0.4 or more and a true- density of 
1 .80 g/cm 3 or more can be obtained. 

In the carbonaceous material having a multi-phase structure thus obtained, as to the ratio of the nucleus 
portion and the surface layer portion, that of the nucleus is preferably 20 to 99 % by weight, more 
preferably 30 to 95 % by weight, further preferably 40 to 90 % by weight, particularly preferably 50 to 85 % 
by weight most preferably 60 to 85 % by weight; that of the surface layer is preferably 1 to 80 % by 
weight, more preferably 5 to 70 % by weight, further preferably 10 to 60 % by weight, particularly 
preferably 15 to 50 % by weight, most preferably 15 to 40 % by weight. 

Such a carbonaceous material has a structure in which a nucleus comprising one or plural particulate or 
fibrous carbonaceous materials is involved by a surface layer comprising a particulate or fibrous carbona- 
ceous material having another crystalline structure. A schematic view illustrating the state is shown in Fig. 1. 

The nucleus preferably has the volume average particle size of 30 urn or less, more preferably 20 urn 
or less, further preferably 1 to 15 urn. In a composite multi-phase carbonaceous material including a surface 
layer formed by involving this nucleus, the ratio r of the particle size of the nucleus to its whole size is 
preferably 0.5 or more, more preferably 0.6 or more, further preferably 0.7 or more. 

Also, the thickness of the surface layer involving the nucleus is preferably 100 A to 5 urn. more 
preferably 150 A to 4 urn. further preferably 200 A to 2 urn. 

Also, the carbonaceous material having a multi-phase structure of the present invention may be used by 
mixing with a carbonaceous material (B) having a single-phase structure. 

The carbonaceous material (B) having a single-phase structure preferably has a plane spacing doo2 of a 
(002) plane according to X-ray diffraction of 3.36 A or more and 3.65 A or less, more preferably 3.37 A or 
more and 3.60 A or less, further preferably 3.37 A or more and 3.50 or less. 

9 Also, the crystallite size in the C-axis direction Lc is preferably 15 A or more, more preferably 20 to 800 
A. further preferably 25 to 750 A, particularly preferably 150 to 600 A, most preferably 160 to 300 A. 

Also, the ratio of the carbonaceous material (B), in the mixture of the carbonaceous material (A) having 
a multi-phase structure of the present invention and the carbonaceous material (B) having a single-phase 
structure, is preferably less than 50 % by weight, more preferably 10 to 40 % by weight, further preferably 
15 to 35 % by weight. 

The carbonaceous material to be used in the present invention is generally mixed with a polymeric 
binder to be made into an electrode material, and then molded into a shape of an electrode. As the 
polymeric binder, the following may be mentioned. 

® Resinous polymers such as polyethylene, polypropylene, polyethylene terephthalate. aromatic 
polyamide, cellulose, etc. 

© Rubber polymers such as styrene* butadiene rubber, isoprene rubber, butadiene rubber, eth- 
ylene* propylen rubber, etc. 

@ Thermoplastic elastomeric polymers such as a styrene*butadien •styren block copolymer, a 
hydrogenated product thereof, a styrene-isopren -styren block copolymer, a hydrogenated product 
thereof, etc. 

@ Soft resinous polymers such as a syndiotactic 1 ,2-polybutadiene. an ethylene- vinyl acetate 
copolymer, a propylene -a-olefin(2 or 4 to 12 carbon atoms) copolymer, etc. 
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© Polymeric compositions having ion conductivity of an alkali metal ion. particularly a U ion. 
As the ion conductive polymeric composition in the aforesaid ©, there may be used a system in which 
an alkali metal salt composed mainly of a lithium salt or lithium is formulated into a polymeric compound 
such as polyethylene oxide, polypropylene oxide, polyepichlorohydrin, polyphosphazene, polyvinylidene 
5 fluoride, polyacrylonitrile. etc.. or a system in which an organic compound having high dielectric property 
such as propylene carbonate, ethylene carbonate, -y-butyrblactone, etc. is further formulated thereinto. 
Polyphosphazene may preferably have a polyether chain at a side chain, particularly a polyoxyethylene 
chain. 

The ion conductivity at room temperature of such an ion conductive polymeric composition is preferably 
70 10~ 8 S-crn"^ 1 or more, more preferably 10 wS S-cm" 1 or more, further preferably 10~* S-cm" 1 or more, 
particularly preferably 10~ 3 S»cm~ 1 or more. 

The mixing state of the carbonaceous material to be used in the present invention and the polymeric 
binder described above may have various states; That is, there may be mentioned a state in which the both 
particles are simply mixed, a state in which a particle of the carbonaceous material is tangled with a fibrous 
is binder, or a state in which a layer of the binder described above such as a rubber polymer; at thermoplastic 
elastomer, a soft resin, an ion conductive polymeric composition, etc. is attached on the surface of a 
"particle of the carbonaceous material, etc. 

When a fibrous binder is used, a diameter of the fiber of said binder is preferably 10 urn or less, more 
preferably a fibril (extremely fine fiber) of S um or less, and a fibrid (a powdery material having ultrafin 
20 tentacular fibrils) is particularly preferred. 

The mixing ratio of the carbonaceous material and the binder is preferably 0.1 to 30 parts by weight, 
more preferably 0.5 to 20 parts by weight, further preferably 1 to 10 parts by weight of the binder based on 
100 parts by weight of the carbonaceous material. 

Further, with the above mixture, a metal which can form an alloy with an alkali metal which is an active 
25 substance may be used by mixing, and of these, preferred is a metal which can form an alloy with lithium. 

As the metal which can form an alloy with an alkali metal, there may be mentioned aluminum (Al), lead 
(Pb). zinc (Zn), tin (Sn), bismuth (Bi). indium (In), magnesium (Mg). gallium (Ga), cadmium (Cd). silver (Ag). 
silicon (Si), boron (B), antimony (Sb). etc.. preferably Al. Pb, In. Bi. Sn and Cd. further preferably Al, Pb. In 
and Sn, particularly preferably Al, Pb and Sn, most preferably Al and Sn. 
30 Or else, an alloy comprising such a metal and an alkali metal, particularly lithium, for exampl . an 
lithium aluminum alloy may be used by mixing. Such a metal or alloy may be particulate, in a state of a thin 
layer coating the surface of the carbonaceous material or a state involved internally of the carbonaceous 
material. 

The formulation ratio of such a metal or alloy is preferably 70 parts by weight or less, more preferably 5 

35 to 60 parts by weight, further preferably 10 to 50 parts by weight, particularly preferably 15 to 40 parts by 
weight of the metal or alloy based on 100 parts by weight of the carbonaceous material. 

An electrode molded product can be obtained by making the carbonaceous material to be used in the 
present invention into an electrode material comprising a mixture with the binder described above; or a 
mixture in which a metal which can form an alloy with the active substance as described above or an alloy 

40 of the active substance and said metal is further formulated, and molding said electrode material as such 
into have a shape of an electrode by a method such as roll molding, compression molding, etc. Or else, 
these components may be dispersed in a solvent, and coated on a current collector made of metal, etc. The 
shape of the electrode molded product may be set to be a desired shape such as a sheet, a pellet, etc. 
On the electrode molded product thus obtained, an alkali metal, preferably lithium metal, which is an 

45 active substance can be carried before assembly a battery or during assembly. 

As the method of carrying the active substance on the carrier, there are the chemical method, the 
electrochemical method, the physical method, etc. For example, it is possible to apply the method in which 
the electrode molded product is dipped in an electrolyte containing an alkali metal cation, preferably Li ion 
with a predetermined concentration, and lithium is used as an opposite electrode to carry out electrolytic 

so impregnation with this electrode molded product as the anode, the method in which alkali metal powder, 
preferably lithium powder is mixed in the course of obtaining the lectrode molded product, etc. 

Or else, the method in which lithium metal and the electrode molded product are electrically contacted 
is also used. In this case, lithium metal and the carbonaceous material in the electrode molded product are 
preferably contacted through the polymeric composition having lithium ion conductivity. 

55 The amount of lithium thus previously carried on the electrode molded material is preferably 0.030 to 
0.250 part by weight, more preferably 0.060 to 0.200 part by weight, further preferably 0.070 to 0.150 part 
by weight, particularly preferably 0.075 to 0.120 part by weight, most preferably 0.080 to 0.100 part by 
weight based on one part by weight of the carrier. 
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The electrode of the present invention using such electrode materials is generally used as a negative 
electrode for secondary battery, and opposed to a positive electrode through a separator. 

The material of the positive electrode body is not particularly limited, but for example, it is preferred 
that it comprises a metaJ chalcogen compound which releases or obtains alkali metal cations such as Li ion 
accompanied with charge-discharge reaction. 

As such a metal chalcogen compound, there may be mentioned an oxide of vanadium, a sulfide of 
vanadium, an oxide of molybdenum, a sulfide of molybdenum, an oxide of manganese, an oxide of 
chromium, an oxide of titanium, a sulfide of titanium, and complex oxides or sulfides thereof, etc. Preferred 
are Cr 3 C>8. VaOs. V s Oi 3 . VOs. Cr 2 05. MnO?, TiCfe. MoVjOa: TiSj, V 2 Ss. M0S2. M0.S3.-V82. Cro.25Vo.75S2, 
O0.5V0.5S2. etc. Also, there may be used an oxide such as UC0O2. WO3. etc.; a sulfide such as CuS, 
^$0.25^7582, Nao. t CrS2, etc.: a phosphorus and sulfur compound such as N1PS3, FePS 3 . etc.; a selenium 
compound such as VSe2. NbSe3. etc. 

Also, a conductive polymer such as polyaniline, polypyrrole, etc. can be used. 

Further, the carbonaceous material having a specific surface area of 10 m 2 /g or more, preferably 100 
m 2 /g or more, further preferably 500 m 2 /g or more, particularly preferably 1000 m 2 /g, most preferably -2000 
m 2 /g or more may be used for the positive electrode. 

For the separator for holding the electrolyte, a material having excellent liquid holding characteristics, 
for example, nonwoven fabric of a polyolefin such as a polyethylene, a polypropylene, etc. may be used. 

As the electrolyte, that in which an electrolyte is dissolved in an organic solvent may be used. > 

As the electrolyte, there may be used an alkali metal salt such as LiCIO*. UPF 6l LiAsFs. UBF*. 
USO3CF3, LiN(S02CF 3 )2. etc.. a tetraalky (ammonium salt. etc. Among them, an alkali metal salt is 
preferred. The concentration of the electrolyte is preferably 0.2 mol/l or less, more preferably 0.3 mol/l or 
more and 1 .9 mol/l or less. 

As the organic solvent, there may be mentioned a cyclic ester compound such as ethylene carbonate, 
propylene carbonate, butylene carbonate, vinylene carbonate, ?-butyrolactone t etc.; a chain ether compound 
such as 1.2-dimethoxyethane, etc.; a cyclic ether compound such as a crown ether (12-crown-4, etc.), 1,2- 
dimethyltetrahydrofuran, dioxolan. tetrahydrofuran, etc.; a chain ester compound such as diethyl carbonate 
etc. 

As the solvent which dissolves the electrolyte, there may be preferably used a mixed solvent 
comprising at least 2 kinds of solvents. For example, when ethylene carbonate is used, ethylene carbonate 
in a solvent mixture is preferably 5 to 60 vol %. more preferably 7 to 50 vol %. further preferably 10 to 45 
vol %. particularly preferably 12 to 40 vol %. most preferably 15 to 40 vol %. 

Also, a solid electrolyte which is a conductor for an alkali metal cation such as Li ion may be interposed 
between the positive electrode body and the negative electrode body. 

In the battery thus constituted, at the negative electrode, active substance ions are carried on the carrier 
during charging, and the active substance ions in the carrier are released during discharging, whereby the 
electrode reaction of charging and discharging proceeds. 

On the other hand, at the positive electrode, when a metal chalcogen compound is employed, the active 
substance ions are released to the positive electrode body during charging, and the active substance ions 
are carried during discharging, whereby the electrode reaction of charging and discharging proceeds. 

Or else, when a conductive polymer such as polyaniline is employed for the positive electrode, counter 
ions of the active substance ions are carried on the positive electrode body during charging, and the 
counter ions of the active substance ions are released from the positive electrode body during discharging, 
whereby the electrode reaction proceeds. 

The battery reaction accompanied with charging and discharging as a battery proceeds according to the 
combination of the positive electrode body and the negative electrode body as described above. 

(Brief description of the drawing) 

Ftg. 1 is a conceptional view illustrating a multi-phase structure of the carbonaceous material to be used 
in the present invention. 
1 nucleus 
2. surface layer 

(Best mode for practicing the invention) 

In the following, the present invention is described by referring to Examples and Comparative examples. 
The present invention is not limited to these Examples. In these Examples, part represents part by weight in 
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all cases. 

In the following Examples, X-ray wide angte diffrkdtibn. measurement'^ and differential 

thermal analysis were carried but as desbfibbd below. 

s (X-ray wide angle diffraction) 

(1) Plane spacing (dboi) of (002) pliane 

The carbonaceous material as such when it was powder, or ^wdered by an agate rriortar when it was 
w fine flake was mixed with high purity silicon powder for X-ray ^ in 
an amount of about 15 % by weight bas&j oh a saimpie. and the mixiure was filled in a s^ple ce* 1 - The 
wide angle X-ray diffraction curVe was measured 5 by the reflection system rjiffractometer method with CuKa 
line monochromated by a graphite monochromator as a line source. For correction of the curve, none of the 
correction concerned with the so-called Rorents, polarizing light factor, absorption factor, atomic scattering 
;s factor, etc. was done, but the following simplified method was employed. That is, the baseline for the curve 
corresponding to_(002) diffrac tion was drawh, and the substantive intensity from the baseline was, plotted 
again to bbtain'lhe corrected curve of the (002) plane, the middle point of the segment of the iine parallel 
to the angle axis drawn at 2/3 of the peak height of the curve crossing the diffraction curve was determined, 
the angle of the rhiddle point was corrected with the internal standard, which was made\2-fqld of the 
20 diffraction angle, and doo2 was deterrnined from the wavelength X of the CuKa line according to th 
following Bragg's formula. 

doo2 = X/2sine [A] 

25 wherein 

X: 1.5418 A 

6: diffraction angle corresponding to do 02 



30 



(2) Crystallite size in the c-axis direction (Lc) 

In the corrected diffraction curve obtained in the previous item, by use of the so-called half-value width 
£ at the position of half of the peak height, the crystallite size in the c-axis direction was determined by the 
following formula. 

35 Lc = K«X/(j3«cos0) [A] 



For the shape factor K, 0.90 was used. X and 6 have the same meanings as in the previous item. 
(True density) 

40 

By using a multipycnometer manufactured by Yuasa Ionics K.K., it was measured according to the gas 
substitution method using helium gas. 

(Differential thermal analysis) 

45 

By using a thermal analysis system SSC5000 manufactured by Seiko Denshi Kogyo K.K., it was 
measured at a temperature elevation rate of 20 •C/min while flowing 15 ml/min of air per 1 g of a sample. 

Example 1 

so 

(1) Synthesis of carbonaceous material 

About 100 mg of powder of perylene-3,4,9.10-tetracarboxylic acid dianhydride was elevated up to 900 
*C at a temperature elevation rate of 10 • C/min under nitrog n gas stream, and maintained at the 
55 temperature for 30 minutes. The powder was further elevated up to 2.800 • C at a temperature elevation 
rate of 20 • C/min, and maintained at the temperature for 1 hour. 

The carbonaceous material thus prepared had doo2 of 3.39 A and Lc of 250 A in the X-ray wide angle 
diffraction. The true density was 2.20 g/cm 3 , and the average particle size was 5 urn. 
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The particle of this carbonaceous material and powder of pei7lene-3A9.10-tetracartx>xy lie, acid dian- 
hydride were mixed. The mixture was. elevated up to 570 *Q at a temperature elevation rate of 10 • G/min, 
and maintained at 570 # C for 30 minutes to sublimate said dianhydride. By carrying put thermal 
decomposition, a new surface layer of the carbonaceous material was formed on the particle of the 
carbonaceous material described above as a nucleus. The carbonaceous material was further elevated up to 
900 # C at a temperature elevation rate of 10 •C/min ( and maintained at the temperature for 30 minutes to 
complete formation of the surface layer carbonaceous material. As a result, carbonaceous material particles 
comprising 50 parts by weight of the nucleus carbonaceous material and 50 parts by weight of the surface 
layer carbonaceous material were obtained. -/<T^™~^\ 

The carbonaceous material thus obtained, had a true density ok?.10 g/cm 3 .according to the measure- 
ment method described above. Further, in the R^an sp^ptn^ ^ ion laser beam, it 
had peaks in 1600 cm" 1 and 1360 cm" \ and the^ ratio B of both, peak intensities was 1.0. 

* .. . . - ~ ' , , - '.j 1 * • - • - * 

(2) Preparation of electrode molded product 

5 parts by weight of pplyethylene powder was. mixed with ,95 .parts by weight of the particle of the 
carbonaceous material having a muiti-phase structure^ obtained .in, (1), an<J the mixture was bonded by 
pressing to a nickel wire mesh to prepare a sheet-shaped electrode having a thickness of 0.25 mm. This 
electrode was dried by heating at 130 *C under vacuum to obtain an electrode molded, product. The 
amount of the carbonaceous material in this molded product was 17 mg. ' " 

(3) Evaluation of electrode 

A glass cell was charged with a propylene carbonate solution containing 1 mol/l of LiCIO*. and the 
electrode molded product prepared in (2) was suspended from the above of this cell as one electrode. As 
an electrode opposed thereto, an electrode obtained by bonding metallic lithium to a nickel wire mesh by 
pressing was used. 

An operation of charging with a constant current of 5 mA to 0 V and discharging to 1.5 V between both 
electrodes was repeated. Characteristics at the 3rd cycle and at the 30th qycle are shown in Table 1. 

Comparative example 1 

About 100 mg of powder of perylene-3,4.9.10-tetracarboxylic acid dianhydride was elevated up to 900 
•C at a temperature elevation rate of 10 • C/min under nitrogen gas stream, and maintained at the 
temperature for 30 minutes. The powder was further elevated up to 2,800 • C at a temperature elevation 
rate of 20 • C/min, and maintained at the temperature for 1 hour. 

The carbonaceous material thus prepared had a true density of 2.21 g/cm 3 t the Raman spectrum 
thereof using an argon ion laser beam had peaks at 1580 cm" 1 and 1360 cm* 1 , and the peak intensity ratio 
R was 0.20. 

By using the carbonaceous material thus obtained, an electrode molded product was prepared in the 
same manner as in Example 1, and by using this product, electrode evaluation was conducted in the same 
manner as in Example 1 . The results are shown in Table 1 . 

Comparative example 2 

About 100 mg of powder of perylene-3,4,9,10-tetracarboxylic acid dianhydride was elevated up to 900 
*C at a temperature elevation rate of 10 * C/min under nitrogen gas stream, and maintained at the 
temperature for 30 minutes. 

The carbonaceous material thus prepared had a true density of 1.85 g/cm 3 t the Raman spectrum 
thereof using an argon ion laser beam had peaks in 1600 cm" 1 and 1360 cm -1 , and the peak intensity ratio 
R was 1 .0. 

By using the carbonaceous material thus obtained, an electrode molded product was prepared in the 
same manner as in Example 1 , and by using this product electrode evaluation was conducted in the same 
manner as in Example 1. The results are shown in Table 1. 
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Comparativ example 3 

80 parts by weight of the cartx>nacMus-rrta6^ in Comparative example 1 and 20 parts by 

weight of the carbonaceous material synthesized in (^imp^ative exarnple This mixed 

5 carbonaceous material had a true density of 2.14 ' ^/cm 3 and a freak intensity ratio R of &3'6. 

By using the carbonaceous material thus obtained, a£ri ialectrdde molded product was prepared in the 
same manner as in Example 1 . and by using this product, electrode evaluation was conducted in the same 
manner as in Example 1. The results are shown in Table 1. 

io - Example 2 

The particle of the carbonaceous material synthesized in Comparative example 1 was dipped in a 
solution in which poly(a-flu6roacrylonitrile) was dissolved in acetone tb coat the surface of said carbona- 
ceous material with poly(a-fluoroacrylonitrile). This materiaf was elevated up to 900 " C at a temperature 
ts elevation rate of 10 *C/mih under nitrogen g&s stream, arid maintained at the terhperatiire for 30 minutes. 
This material was further elevated up to 1.(500 *C at a temperaturei elevation rate of 20 •C/rhih. and 
maintained at the temperature for 1 hour. Thus; particles of a carbonaceous material comprising 53 parts by 
weight of a nucleus and 47 parts by weight of a surface layer were obtained. 

The carbonaceous materia! thus obtained had a true density of 2.08 g/cm 3 , the Fteman spectrum thereof 
20 using an argon ion laser beam had peaks at 1600 cm" 1 and 1360 cm 2 , and the peak intensity ratio R was 
1.0. • - ^ ' ' ' ' " 

By using the carbonaceous material thus obtained, an electrode molded product was prepared in the 
same manner as in Example 1, and by using this product, electrode evaluation was conducted in the same 
manner as in Example 1. The results are shown in Table 1. 
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Example 3 



The particles of the carbonaceous material synthesized in Comparative example 1 were dipped in a 
solution in which a pitch which was a mixture of condensed polycyclic hydrocarbons was dissolved in 
30 toluene to coat the surface of said carbonaceous material with the pitch. This material was elevated up to 
1,100 *C at a temperature elevation rate of 10 *C/min under nitrogen gas stream, and maintained at the 
temperature for 30 minutes. Thus, particles of a carbonaceous material comprising 65 parts by weight of a 
nucleus and 35 parts by weight of a surface layer were obtained. 

The carbonaceous material thus prepared had a true density of 2.16 g/cm 3 , the Raman spectrum 
35 thereof using an argon ion laser beam had peaks at 1600 cm" 1 and 1360 cm"', and the peak intensity ratio 
R was 0.92. 

By using the carbonaceous material thus obtained, an electrode molded product was prepared in the 
same manner as in Example 1 , and by using this product, electrode evaluation was conducted in the same 
manner as in Example 1. The results are shown in Table 1. 



Example 4 _ 




(1) Formation of negative electrode 

45 The carbonaceous material having a true density of 2.25 q/cc^ and doo2 of 3.36 A in the X-ray wide 
angle diffraction, an average particle size of 17 um and a specific surface area of 8.7 m 2 /g was heated while 
stirring in a solvent in which a pitch (a mixture of condensed polycyclic hydrocarbon compounds) was 
dissolved in a toluene solvent, to coat the surface of the particles of this carbonaceous material with the 
pitch. 

so Next, under nitrogen gas stream, the material was elevated up to 1300 *C at a temperature elevation 
rate of 20 •C/min. and maintained at 1300 *C for 30 minutes, to be carbonized to form carbonaceous 
material particles having a multi-phase structure. Thereafter, the particles were lightly pulverized to obtain 
particles having an average particle size of 24 um. 

As a result of measurement, the ratio of the carbonaceous material which was a surface layer was 40 
55 parts by weight based on 100 parts by weight of the carbonaceous material which became a nucleus. Also, 
in the Raman spectrum analysis using an argon ion laser beam (5145 A), R described-above was 0.60. 

The true density was 2.17 g/cc, and the BET specific surface area waf^J .9^m 2 /gr In the X-ray wide 
angle diffraction, doo2 had two peaks at 3.36 A and 3.49 A, and the ratio of both peak-intensities (I3.49 A/I3.36 
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a) was 0.040. _ 

Also, the whole fine pore volume of the fine pores having a size in the range of 10 A or more and 300 A 

or less measured by using the volumetric ; method ;was..2Ax i P7 2 : r^yg. 

With 6 parts by weight of polyethylene was mixed 94. parts ; by weight of this carbonaceous material, 

and the mixture was compression molded, into pellets having a diameter of 16 mm. The molded product 

was dried by heating at 130 • C under vacuum to mold a negative electrode. r 

(2) Formation of positive electrode 

After 500 mg of V2O5-P2O5, 25 mg of polytetrafluoroethylene and 25 mg of carbon black were kneaded 
and made into a sheet, a pellet electrode having a diameter of 16 mm was formed. 

(3) Formation of ;secondai7 electrode cell and evalujation o 

Before assembly a secondary- electrode cell,, the positive, electrode, was preliminarily charged with .1.2 
mA for 15 hours in an ethylene carbonate (50 vol % j/die thy 1 1 carbonate <50 vol %) solution containing 1.0 
mol/l of LiCIOi.jiy using metallic lithium ^ an opposite electrode thereto. Jn the same manner the negative 
electrode was also preliminarily charged with ,1.2.mA for 7 hours. 

Next, a separator made of polypropylene impregnated with an electrolyte comprising 1.0 mol/l of UCIO4 
dissolved in a solvent mixture of ethylene carbonate (50 vot %) and diethyl carbonate (50 vol %) was 
interposed between both electrodes to form a secondary battery cell. 

This secondary battery cell was placed in a thermostatic, chamber at 10 # C, and an ; operation of 
charging with a constant current of 1.5 mA to 3.3 V and then discharging to 1.8 V between both electrodes 
was repeated Characteristics at the 2nd cycle and at the 20th cycle are shown in Table 2. 

Comparative example 4 

(1) Formation of negative electrode 

With 6 % by weight of polyethylene was mixed 94 % by weight of the particle of graphite with a single- 
phase structure, having a true density of 2.25 g/cc. CJ002 of 3.36 A and Lc of 1000 A or more in the X-ray 
wide angle diffraction, an R value of substantially 0.1 in the Raman spectrum separation and an average 
particle size of 17 urn, and a negative electrode was formed in the same manner as in Example 1. 

(2) Formation of positive electrode 

A positive electrode was formed in the same manner as in Example 1 . 

(3) Constitution and evaluation of secondary electrode cell 

In the same manner as in Example 4, a secondary battery cell was constituted, and characteristics of 
the secondary battery were evaluated. The results are shown in Table 2. 
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(Uttlizable field in industry) 

By using the carbonaceous material as described above as a main component, the electrode material of 
the present invention exhibits characteristics such as large electrode capacity and excellent charging and 
35 discharging cycle characteristics when it is made into an electrode molded product and used as an 
electrode for secondary battery. 

Claims 

40 1- An electrode for secondary battery, comprising an alkali metal which is an active substance carried on 
a carrier comprising as a main component a carbonaceous material satisfying the following (1) and (2), 
and having a multi-phase structure comprising a nucleus and a surface layer involving the nucleus. 

(1) a true density p is 1 .80 g/cm 3 or more, and 

(2) in the Raman spectrum analysis using an argon ion laser beam with a wavelength of 5145 A, it 
45 has a peak P A in the range of 1580 to 1620 cm" 1 and a peak P B in the range of 1350 to 1370 cm" 1 . 

arid the ratio of intensity l B of the P 8 to intensity l A of the P A , R = Ma is 0.4 or more. 

2. The electrode according to Claim 1 . wherein the carbonaceous material has the above true density p of 
2.00 g/cm 3 or more. 

50 

3. The electrode according to Claim 1, wherein the carbonaceous material has a half-value half-width of 
the above peak P A of 25 cm -1 or more, and a half-value half-width of the above peak P B of 20 cm" 2 or 
more. 

55 4. The electrode according to Claim 1. wherein the carbonaceous material has the above R of 0.6 or 
more. 
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5. The electrode according to any of Claims ,1 to 4. wherein the carbonaceous material has a ratio (G 
value) of integrated intensity of spectrum in 1580 to 1620 cm"' to integrated intensity of spectrum in 
1340 to 1380 cm" 1 in the Raman spectrum analysis is 0.3 or more; 

6. The electrode according to Claim 5/ Wherein the carbonaceous material has the above true density p 
and the above G value satisfying the following formulae: 

2.05 S P * 2.26 
G £ 0.30 . 

G * -3.30p + 7.50 . 



7. The electrode according to any of Claims 1 to 6. wherein the carbonaceous material has a plane 
spacing doo2 of a (002) plane' having a peak of less than 3.45 A and a peak of 3.45 A Or more 
according to the X-ray wide angle diffraction, and the ratio of a peak intensity of the peak of 3.45 A or 
more to a peak intensity of the peak of 3.35 A or more and less than 3.45 A is 0.001 or more. 

8. The electrode according to Claim 7. wherein the carbonaceous material has a plane spacing do 0 2 
having a peak of less than 3.45 A. and the ratio of a diffraction intensity at 2e =25* to a peak intensity 
of the peak of 3.35 A or more and less than 3.45 A is 0.001 or more. 

9. The electrode according to Claim 8. wherein the plane spacing doo2 of the carbonaceous material of a 
nucleus is less than 3.45 A. and the plane spacing do 02 of the carbonaceous material which becomes a 
surface layer is 3.45 A or more. 

10. The electrode according to Claim 9, wherein the plane spacing 6002 of the carbonaceous material of a 
nucleus is 3.36 to 3.42 A. and the plane spacing doo2 of the carbonaceous material of a surface layer is 
3.47 A or more. 

11. The electrode according to Claim 10, wherein the plane spacing CJ002 of the carbonaceous material of a 
nucleus is 3.37 to 3.41 A. and the plane spacing doo2 of the carbonaceous material of a surface layer is 
3.49 to 3.75 A. 

12. The electrode according to Claim 11, wherein the carbonaceous material has a ratio of a sum of 
integrated intensities of the peaks of which the plane spacing doo2 is 3.45 A or more to a sum of 
integrated intensities of the peaks of which that is 3.35 A or more and less than 3.45 A is 0.001 to 0.8. 

13. The electrode according to any of Claims 1 to 12. wherein the H/C atomic ratio of the carbonaceous 
material is 0.08 or less. 

14. The electrode according to any of Claims 1 to 13. wherein the carbonaceous material exhibits at least 
two overlapped exothermic peaks in the range of 150 "Cor higher in differential thermal analysis. 

15. The electrode according to Claim 14, wherein the carbonaceous material of a surface layer exhibits an 
exothermic peak in the range of lower than 850 "C. and the carbonaceous material of a nucleus 
exhibits an exothermic peak in the range of 810 *C or higher in differential thermal analysis. 

16. The electrode according to any of Claims 1 to 15, wherein the carbonaceous material of a surface layer 
has a line width between peaks of 10 Gauss or more, and the carbonaceous material of a nucleus has a 
line width between peaks of less than 100 Gauss in primary differential absorption spectrum of 
electronic spin resonance. 

17. The electrode according to any of Claims 1 to 16, wherein the carbonaceous material is particulate and 
has a volume average particle size of 200 u.m. 

18. The electrode according to any of Claims 1 to 17, wherein the carbonaceous material is fibrous and has 
a diameter of 1 to 25 urn and a length of 10 mm or less. 
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19. The electrode according to any of Claims 1 to 18, wherein the carbonaceous material has a specific 
surface area measured by using the BET method of 1 to 100 m 2 /g. 

20. The electrode according to any of Claims 1 to 19. wherein the carbonaceous material has a total fine 
5 pore volume of 1.5 x 10~ 3 ml/g. 
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